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ROCESSES

Skiing                Clean in pickle,

. 22     '              Rinse in cold water.

'iling                    File and emery the rough surface.

'armg                Sharpen the design on the casting with a carv-

. 87                     ing or tracing tool.

Wishing               Buff with tripoli and a felt or bristle buffing

. 71                     wheel.

QUESTIONS

What is undercutting?

To cut away or shape so as to leave an overhanging portion
or relief.

Why should undercuts be avoided in the pattern for a casting?

Undercuts in the pattern extend into the cuttle-bone beyond

the outline and tear or break the form of the mold when the

pattern is removed.
Can metal be overheated during the melting process?

Yes. Overheating the metal causes more gas to be absorbed;

when this gas escapes pitted marks are left in the casting.
Why is a hot flame necessary for melting?

If the metal is heated too slowly it absorbs too much gas,

which leaves pit marks in the casting.
Can borax be used in place of the prepared reducing flux?

Borax can be used but it does not have the reducing quality

of the prepared reducing flux.